This Page Is Inserted by IFW Operations 
and is not a part of the Official Record 



BEST AVAILABLE IMAGES 



Defective images within this document are accurate representations of 
the original documents submitted by the apphcant. 

Defects in the images may include (but are not hmited to): 

• BLACK BORDERS 

. TEXT CUT OFF AT TOP. BOTTOM OR SIDES 

• FADED TEXT 

• ILLEGIBLE TEXT 

• SKJHWED/SLANTED IMAGES 

• COLORED PHOTOS 

• BLACK OR VERY BLACK AND \\^HITE DARK PHOTOS 

• GRAY SCALE DOCUMENTS 

IMAGES ARE BEST AVAILABLE COPY. 



As rescanning documents will not correct images, 
please do not report the images to the 
Image Problem Mailbox. 



WORLD IKIELLECrUAL VkOVmTf ORGANIZATION 
Internationa) Bureau 




PCX 

INTERNATIONAL APPUCATION PUBUSHED UNDER THE PATENT COOPERATION TREATY (PCq 



(51) International Patent Classlflcation ^ : 

Ca7F 19m, C08F 4/60, 4/602, 10/00 



Al 



(11) International Publicatton Number: WO 97/49713 

(43) International Publication Date: 31 December 1997 (31.1197) 



(21) International Application Number: PCr/US97/ 12236 

(22) International FlUng Date: 25 June 1997 (25.06.97) 



(30) Priority Data: 
670.507 



27 June 1996 (27i)6.96) 



US 



(71) Applicant: UNION CARBIDE CHEMICALS A PLASTICS 

TECHNOLOGY CORPORATION [US/US]; 39 Old Ridge- 
buiy Road, Danbury, CT 06817-0001 (US). 

(72) Inventors: ROCHLE, Walter, Thomas; 158 Mountain Avenue. 

Wanen, NJ 07059 (US). KAROL, Frederick. John; 18 
Hiland Drive, BeUe Mead, NJ 08502 (US). 

(74) Agent: WIC3GINS. Karen, Johnsm; Union Carbide Chemicals 
& Plastics Technology Corpcuation, 39 Old Ridgebuiy Road, 
Danbuiy, CT 06817-0001 (US). 



(81) Designated States: AU, BR, CA, JP, MX, European patent 
(AT, BE, CH, DE. DK, ES, FI, FR, GB, GR, IE. TV, LU, 
MC, NL, PT, SE). 



Published 

With miemational search report. 



(54) Title: CATALYST FOR THE PRODUCTION OF OLEFIN POLYMERS 
(57) Abstract 

A catalyst composition ioc the pcdymerization of olefins is provided, comprising a tns(hydroxy aromatic nitrogen ligand) transition 
metal catalyst precursor and an activating cocatalyst 



F(m THE PURPOSES OF iNFORMATION ONLY 



Cddes used to identify Slates party to the PCT on the firont pages of pamphlets publishing intemational applications under the PCT. 



AL 


AInnU 


ES 


Spam 


LS 


Leaoifao 


SI 


Sloveaia 


AM 


Anncnia 


n 


Hnhiid 


LT 


LidKmua 


SK 


SbviJitt 


AT 


Aiituii 


FS 




U) 




SN 


Senegal 


All 


ABBttmUa 


GA 


Oibtti 


LV 


Utvia 


sz 


Swazitand 


AZ 


Azcibniio 




Uajtod KiagdoiB 


MC 


RWBaOO 


TD 


Chad 


BA 


DotiM mm! Hcfz^iMfin 


CB, 


Geoipa 


MP 


RcpuWic of MoUova 


TG 


Togo 


BB 


Bsfoidoi 


GH 


Oaoa 


MG 




TJ 


TMnnenfatin 


BE 


Bc^^lUD 


GN 


Gainca 


MK 


Hic faiiai.i Ywyotlav 


TM 


BF 




Gtt 






Republic of Macedonia 


TR 


Taifcey 


EG 


Buliina 


HU 


Hai^Biy 


ML 


MaU 


TT 


Trisidad and Tob«go 


BJ 


Benin 


IE 


bdMid 


MN 


Mongolia 


UA 


Uknioe 


BR 


Bnzi) 


IL 


brae} 


MR 


Manritaaia 


UG 


Uganda 


BY 
CA 


Belttns 


IS 


IccJiad 


MW 


Malawi 


US 


Unind &atct of America 


Crab 


IT 


My 


MX 


Mexico 


uz 


Uzbririitm 


CF 


Cottral Afiican Republic 


JP 


JIPMI 


NE 


N^gcr 


VN 


Viet Nam 


CC 


Congo 


KE 


KMya 


NL 


Nethfrtandt 


YU 


Vogoalavia 
Zimbabwe 


CH 


SwitzalKiid 


KG 


Kjrisyum 


NO 


Nofwiy 


ZW 


a 


Cateiflvoar 


KP 


DenMcndc l^opk's 


NZ 


NcwZcalwd 






CM 






Rqnblic of Korea 


PL 


Ftlaad 






CN 


Cliiaa 


KR 


RfppHir of Korea 


FT 


Portugal 






cu 


Cuba 


KZ 




EG 


Ronia&ia 






cz 




LC 


Saim Loda 


Rtl 


RnsaiiD Fedcralion 






DB 


Gamauy 


U 




SD 


SodtB 






DK 


Dcmnnk 


LK 


SriUnka 


SE 


Sweden 






EE 


EHMia 


LR 


Ubcria 


SG 


Si^g^Kve 







wo ^IA9nU PCT/US97/12236 

1- 

n ATAT.YST FOR THE PRODUCTIQN OF OLEFIN POLYMERS 

The invention relates to a &xaily of novel catalyst compositions 
for the production of olefin polymers, sudi as polymers of ethylene, 
hi^er alpha-olefiz^» dienes, and mixtures thereof. 

BACKGROUND 

A variety of metallocenes and single site-like catalysts have been 
developed to prepare olefin polymers. Metallocenes are organometallic 
coordination complexes containing one or more jc-bonded moieties (i.e., 
cydopentadienyl groups) in association with a metal atom from Groups 
TTTR to Vm or the Lanthanide series of the Periodic Table of Elements. 
Catalyst compositions containing metallocenes and single site-like 
catalysts are U^y usefid in the preparation of polyolefins, produdng 
relatively homogeneous copolymers at excellent polymerization rates 
while allowing one to tailor closely the final properties of the polymer 
as desired. 

U.S Patent No. 5,280,000 to Kakugo et al. discloses a catalyst 
composition for the iX)lymerization of high molecular wei^t olefins 
consisting of a transition metal compoxmd of the formula M(R)l(OR')mXii- 
0+m) (wherein M is a transition metal atom, R and R* are hydrocarfoyl 
groups of 1-20 carbons, X is a halogen, 1>0, m>0, n-(l+m)>0, and n is the 
valence of the transition metal), an aluminoxane, and optionally an organic 
compound having at least two l^droxyl groups and optionally an aryl group. 
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A new single site-like, olefin polymerization catalyst composition 
is described herein having good polymerization activity and 
productivity, which is easily and inexpensively prepared. The catalyst 
composition comprises a bis(hydroxy aromatic nitrogen ligand) 
transition metal catalyst precursor that is activated with a cocatalyst 
such as an aluminoxane. 

SUMMARY OF THE INVENTION 

The invention provides catalyst precixrsor having a formula 
selected from the group consisting of: 




M 



and 
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wherein M is a metal selected from the group consisting of Group IIIB 
to VIII and Lanthanide series elements; each X is a monovalent or 
bivalent anion; o is 0,1, 2, or 3 depending on the valence of M; each R^, 
R2, r3, and R^ is a hydrocarbon group containing 1 to 20 carbon atoms 
and two or more adjacent Rl» R2, r3, or R* groups may be joined to 
form an ahphatic, aromatic, or heterocydic ring; Y is a bivalent 
bridging group; each m is independently from 0 to 4; and n is 0 or 1. 

The invention also provides a catalyst composition comprising 
the above catalyst precursor and an activating cocatalyst. 

The invention further provides a process for producing an olefin 
pol3aner, which comprises contacting an olefin monomer under 
polymerization conditions with the above catalyst composition, as well 
as olefin polymers, such as ethylene poljrmers. produced by this 
process. 
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In the above formula, M is a metal selected from the group consisting 
of Group IIIB to VIII and Lanthanide series elements, preferably 
titanium, zirconium, or hafnium, most preferably zirconium. Each X is 
a monovalent or bivalent anion, preferably selected from the group 
consisting of hydrogen, aryl, alkyl, alkenyl, alkylaryl, arylalkyl, or 
hydrocarboxy radicals having 1-20 carbon atoms, -NR2. -OR, or RCO2- 

wherein R is a hydrocarbon radical having 1 to 20 carbon atoms, and 
halogens, and o is 0, 1, 2, or 3 depending on the valence of M. More 
preferably X is a halogen. Each Rl, R2, r3^ and R^ is a hydrocarbon 
group containing 1 to 20 carbon atoms and two or more adjacent Rl, 
R2, r3^ or R4 groups may be joined to form an aliphatic, aromatic, or 
heterocyclic ring. Preferably, R^, R2, r3^ and R^ are methyl or ethyl 
groups. Y is a bivalent bridging group, and is optional. When Y is 
present, Y is preferably one or more methylene groups. Finally, each 
m is independently horn 0 to 4, preferably 0, and n is 0 or 1. 

In a preferred embodiment of the invention, the catalyst 
precursor has the formula: 




CI CI 
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In another preferred embodiment of the invention the catalyst 
precursor has the formula: 




Zr 



/\ 

CI CI 

The catalyst precursor may be prepared by any synthesis 
method, and the method of making the catalyst precursor is not critical 
to the invention. One useful method of making the catalyst precursor 
is by reacting a hydroxy aromatic nitrogen compound, which 
compounds are commercially available, with a metalhc deprotonating 
agent such as an alkyllithium compound in an organic solvent to form 
the metal salt of the hydroxy aromatic nitrogen compound. The 
resulting salt may then be reacted with a salt of the desired transition 
metal, preferably a transition metal hahde (i.e., zirconium 
tetrachloride for a zixxx>nium-containing catalyst precursor) to form the 
bis(hydroxy aromatic nitrogen ligand) transition metal catalyst 
precursor. The catalyst precursor may be isolated by methods well 
known in the art. 
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The activating cocatalyst is capable of activating the catalyst 
precursor. Preferably, the activating cocatalyst is one of the following: 
(a) branched or cychc oUgomeric poly(hydrocarbylaluminiun oxide)s 
which contain repeating units of the general formula -(A1(R*)0)-, 
where R* is hydrogen, an alkyl radical containing from 1 to about 12 
carbon atoms, or an aryl radical such as a substituted or unsubstituted 
phenyl or naphthyl group; (b) ionic salts of the general formula 
[A'**][BR**4''], where A"*" is a cationic Lewis or Bronsted acid capable of 

abstracting an alkyl, halogen, or hydrogen from the metallocene 
catalysts, B is boron, and R** is a substituted aromatic hydrocarbon, 
preferably a perfluorophenyl radical; (c) boron alkyls of the general 
formula BR**3, where R** is as defined above; or mixtures thereof. 

Preferably, the activating cocatalyst is a branched or cychc 
oUgomeric poly(hydrocarbylalimiiniun oxide) or a boron alkyl. More 
preferably, the activating cocatalyst is an aluminoxane such as 
methylaluminoxane (MAO) or modified methylaluminoxane (MMAO)» 
or a boron alkyl. 

Alimiinoxanes are well known in the art and comprise 
oUgomeric linear alkyl aluminoxanes represented by the formula: 




and oUgomeric cycUc alkyl aluminoxanes of the formula: 
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wherein s is 1-40, preferably 10-20; p is 3-40, preferably 3-20; and R*** 
is an alkyl group containing 1 to 12 carbon atoms, preferably methyl. 

Aluminoxanes may be prepared in a variety of ways. Generally, 
a mixture of linear and cycUc aluminoxanes is obtained in the 
preparation of aluminoxanes firom, for example, trimethylaluminum 
and water. For example, an aluminum alkyl may be treated with 
water in the form of a moist solvent. Alternatively, an alxuninum 
alkyl, such as trimethylaluminum , may be contacted with a hydrated 
salt, such as hydrated ferrous sxdfate. The latter method comprises 
treating a dilute solution of trimethylaluminum in, for example, 
toluene with a suspension of ferrous sulfate heptahydrate. It is also 
possible to form methylaluminoxanes by the reaction of a tetraalkyl- 
dialuminoxane containing C2 or higher alkyl groups with an amount of 

trimethylalimiiniun that is less than a stoichiometric excess. The 

synthesis of methylalximinoxanes may also be achieved by the reaction 

of a trialkyl aluminum compound or a tetraalkyldialuminoxane 
containing C2 or higher alkyl groups with water to form a polyalkyl 

aluminoxane, which is then reacted with trimethylaluminum. Further 
modified methylaluminoxanes, which contain both methyl groups and 
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higher alkyl groups^ i.e., isobutyl groups, may be synthesized by the 
reaction of a polyalkyl aluminoxane containing C2 or higher alkyl 

groups with trimethylaluminum and then with water as disclosed in, 
for example. U.S. Patent No. 5,041,584. 

When the activating cocatalyst is a branched or cyclic oligomeric 
poly(hydrocarbylalimunum oxide), the mole ratio of aluminum atoms 
contained in the poly(hydrocarbylaluminum oxide) to total metal atoms 
contained in the catalyst precursor is generally in the range of from 
about 2:1 to about 100,000:1, preferably in the range of from about 10:1 
to about 10,000:1, and most preferably in the range of from about 50:1 
to about 2.000:1. When the activating cocatalyst is an ionic salt of the 
formula [A"*'][BR**4~] or a boron alkyl of the formula BR**3, the mole 

ratio of boron atoms contained in the ionic salt or the boron alkyl to 
total metal atoms contained in the catalyst preciursor is generally in 
the range of from about 0.5:1 to about 10:1, preferably in the range of 
frt)m about 1:1 to about 5:1. 

The catalyst precxirsor, the activating cocatalyst. or the entire 
catalyst composition may be impregnated onto a soHd, inert support, in 
hqxiid form such as a solution or dispersion, spray dried, in the form of 
a prepolymer, or formed in*situ during polymerization. Particularly 
preferred among these is a catalyst composition that is spray dried as 
described in European Patent ^pUcation No. 0 668 295 Al or in liquid 
form as described in U.S. Patent No. 5.317,036. 

In the case of a supported catalyst composition, the catalyst 
composition may be impregnated in or deposited on the surface of an 
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inert substrate such as silica, carbon black, polyethylene, 
polycarbonate porous crosslinked polystyrene, porous crosslinked 
polypropylene, alumina, thoria, zirconia, or magnesium halide (e.g., 
magnesium dichloride), such that the catalyst composition is between 
0. 1 and 90 percent by weight of the total weight of the catalyst 
composition and the support. 

The catalyst composition may be used for the polymerization of 
olefins by any suspension, solution, slurry, or gas phase process, using 
known equipment and reaction conditions, and is not limited to any 
specific type of reaction system. Generally, olefin polymerization 
temperatures range from about 0**C to about 200*0 at atmospheric, 
subatmospheric, or superatmospheric pressures. Slurry or solution 
polymerization processes may utilize subatmospheric or 
superatmospheric pressures and temperatures in the range of about 
40**C to about llO'^C. A useful hquid phase polymerization reaction 
system is described in U.S. Patent 3,324,095. Liquid phase reaction 
systems generally comprise a reactor vessel to which olefin monomer 
and catalyst composition are added, and which contains a hquid 
reaction medium for dissolving or siispending the polyolefin. The 
hquid reaction medium may consist of the bulk Uquid monomer or an 
inert liquid hydrocarbon that is nonreactive under the poljrmerization 
conditions employed. Although such an inert hquid hydrocarbon need 
not function as a solvent for the catalyst composition or the polymer 
obtained by the process, it usually serves as solvent for the monomers 
employed in the polymerization. Among the inert hquid hydrocarbons 
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suitable for this purpose are isopentane, hexane, cyclohexane, heptane, 
benzene, toluene, and the like. Reactive contact between the olefin 
monomer and the catalyst composition should be maintained by 
constant stirring or agitation. The reaction medium containing the 
olefin polymer product and unreacted olefin monomer is withdrawn 
from the reactor continuously. The olefin polymer product is 
separated, and the unreacted olefin monomer and liquid reaction 
medium are recycled into the reactor. 

Preferably, gas phase polymerization is employed, with 
superatmospheric pressures in the range of 1 to 1000 psi, preferably 50 
to 400 psi, most preferably 100 to 300 psi, and temperatures in the 
range of 30 to 130^C. preferably 65 to 110^*0. Stirred or fluidized bed 
gas phase reaction systems are particularly useful. Generally, a 
conventional gas phase, fluidized bed process is conducted by passing a 
stream containing one or more olefin monomers continuously through a 
fluidized bed reactor under reaction conditions and in the presence of 
catalyst composition at a velocity sufficient to maintain a bed of solid 
particles in a suspended condition. A stream containing unreacted 
monomer is withdrawn fix)m the reactor continuously, compressed, 
cooled, optionaDy fuUy or partially condensed as disclosed in U.S. 
Patent Nos. 4,528,790 and 5,462,999, and recycled to the reactor. 
Product is withdrawn firom the reactor and make-up monomer is added 
to the recycle stream. As desired for temperature control of the 
system, any gas inert to the catatyst composition and reactants may 
also be present in the gas stream. In addition, a fluidization aid such 
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as carbon black, silica, clay, or talc may be used, as disclosed in U.S. 
Patent No. 4,994,534. 

Poljonerization may be carried out in a single reactor or in two 
or more reactors in series, and is conducted substantially in the 
absence of catalyst poisons. Organometallic compoimds may be 
employed as scavenging agents for poisons to increase the catalyst 
activity. Examples of scavenging agents are metal alkyls. preferably 
aliunimmi alkyls, most preferably triisobutylaluminum. 

Conventional adjuvants may be included in the process, 
provided they do not interfere with the operation of the catalyst 
composition in forming the desired polyolefin. Hydrogen or a metal or 
non-metal hydride, e.g., a silyl hydride, may be used as a chain 
transfer agent in the process. Hydrogen may be used in amoimts up to 
about 10 moles of hydrogen per mole of total monomer feed. 

Olefin poljoners that may be produced according to the invention 
include, but are not limited to, ethylene homopol}rmers, homopolymers 
of linear or branched higher alpha-olefins containing 3 to about 20 
carbon atoms, and interpolymers of ethylene and such higher alpha- 
olefins, with densities ranging firom about 0.86 to about 0.96. Suitable 
higher alpha-olefins include, for example, propylene, 1-butene, 1- 
pentene, 1-hexene, 4-methyl-l-pentene. 1-octene, and 3,5,5-trimethyl- 
1-hexene. Olefin polymers according to the invention may also be 
based on or contain conjugated or non-conjugated dienes, such as 
linear, branched, or cyclic hydrocarbon dienes having fix)m about 4 to 
about 20, preferably 4 to 12. carbon atoms. Preferred dienes include 
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1,4-pentadiene, 1,5-hexadiene, 5-vinyl-2-norbornene, 1,7-octadiene, 
vinyl cyclohexene, dicyclopentadiene, butadiene, isobutylene, isoprene, 
ethylidene norbomene and the like. Aromatic compounds having vinyl 
unsaturation such as styrene and substituted styrenes, and polar vinyl 
monomers such as acrylonitrile, maleic acid esters, vinyl acetate, 
acrylate esters, methacrylate esters, vinyl trialkyl silanes and the Uke 
may be polymerized according to the invention as well. Specific olefin 
polymers that may be made according to the invention include, for 
example, polyethylene, polypropylene, ethylene/propylene rubbers 
(EPR's), ethylene/propylene/diene terpolymers (EPDM's), 
polybutadiene, polyisoprene and the like. 

The following examples further illustrate the invention. 

EXAMPLES 
Glossary 

Activity is measured in g polyethylene/mmol metal hr 100 psi 
ethylene. 

MMAO is a solution of modified methylaluminoxane in hexane, 
approximately 2.25 molar in alimiinum, commercially available from 
Akzo Chemicals, Inc. (type M). 

Hexene incorporation levels in the ethylene copolymers were 
determined by carbon-13 NMR as follows. An 8% weight/volume 
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concentration was prepared by dissolving an ethylene copolymer in 
ortho dichlorobenzene (ODCB) in an NMR tube. A closed capillary 
tube of deuterium oxide was inserted into the NMR tube as a field 
firequency lock. Data was collected on the Bruker AC 300 at 11 5^*0 
using NOE enhanced conditions with a 30** PW and a 5 second 
repetition time. The number of carbon scans usually varied fix>m 1,000 
to 10,000 with the more highly branched samples requiring shorter 
acquisitions. The area of the peaks was measured along with the area 
of the total ahphatic region. The areas of carbons contributed by the 
comonomer were averaged and ratioed to the area of the backbone to 
give the mole firaction. This number was then converted into branch 
firequency. 

EXAMPLE 1 
PREPARATION OF CATALYST PRECURSOR 
2-Hydroxypyridine (0.462 g., 4.48 mmole) was dissolved in 25 
mL dry toluene to yield a clear solution. This was reacted with n-butyl 
lithium (2.80 ml., 1.6 M, 4.48 mmole in hexane) and allowed to stir 
overnight. To this was added drop-wise titanium tetrachloride (0.42 g., 
2.24 mmole) via a syringe. This yielded a brown slurry (80 ^mole 
Ti/ml.). 

EXAMPLE 2 

PREPARATION OF THE CATALYST COMPOSITION 
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MMAO (5 ml., 11.25 nunole, 2.25 mmole Al/ml.) was reacted 
with 0.14 ml. of the catalyst preciirsor of Example 1 (11.25 ^mole Ti) 
at ambient temperature in a small septum sealed glass ampule to form 
an active catalyst composition. 

EXAMPLES 
POLYMERIZATION OF ETHYLENE 
A 1.8 Uter, mechanically stirred, pressure reactor was charged 
with 1 1. of dry, deoxygenated hexanes and pressured to 200 psi, 65** 
with ethylene. The catalyst composition of Example 2 (0.91 ml., 2 
Hmole Ti) was injected, through a high-pressure septum into the 
reactor. Slurry polymerization was carried out at 65*", 275 r.p.m. 
stirrer speed and 200 psi ethylene for 30 min. and terminated by 
injection of 1 mL isopropanol, and reactor venting. The hexanes were 
allowed to evaporate; the dry sohds weighed 8.2 g. This jdelded an 
activity of 4,100. 

EXAMPLE 4 

COPOLYMERIZATION OF ETHYLENE-HEXENE-1 
Example 3 was repeated except that the reactor was also 
charged with 100 ml. hexene-1. 4.8 g. of poljmier were recovered; this 
was a copolymer of ethylene and hexene-1 containing 5.9 wt. % hexene 
1. 

EXAMPLE 5 
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PREPARATION OF CATALYST PRECURSOR 
Similar to Example 1, 2-hydroxypyridine (0.380 g.. 4.00 mmole) 
was reacted with n-butyl lithium (22.5 ml., 1.6 M in hexane solution) 
and this further reacted with zirconium tetrachloride (0.499 g., 2.14 
mmole) all in 20 mL hexane solution. The reaction was stirred for 24 
hr. to yield a brown slurry. 

EXAMPLE 6 
PREPARATION OF CATALYST COMPOSITION 
An aliquot of the catalyst precursor slurry prepared in Example 
5 was reacted (as Example 2) with MMAO to 3rield a catalyst 
composition solution (Al/Zr^lOOO). 

EXAMPLE? 
POLYMERIZATION OF ETHYLENE 
Similar to Example 3, the catalyst composition prepared in 
Example 6 (1.5 ml., 3.0 fimole Zr) was injected into the reactor 
containing 1 L hexanes and ethylene (200 psi). Polymerization was 
continued for 0.5 hr. at 65** and 275 r.p.m. stirrer speed, followed 
termination with 1 ml. isopropanoL Evaporation of the volatiles 
yielded 1.8 g. of polyethylene. 
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wherein M is a metal selected firom the group consisting of Group IIIB 
to VIII and Lanthanide series elements; each X is a monovalent or 
bivalent anion; o is 0, 1, 2, or 3 depending on the valence of M; each Rl, 
R2, r3, and R4 is a hydrocarbon group containing 1 to 20 carbon atoms 
and two or more adjacent Rl, R2, r3, or R4 groups may be joined to 
form an ahphatic» aromatic, or heterocychc ring; Y is a bivalent 
bridging group; each m is independently from 0 to 4; and n is 0 or 1. 

2. The catalyst precursor of claim 1 having the formula: 




CI CI 



3. The catalyst precursor of claim 1 having the formula: 




/\ 

CI CI 
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wherein M is a metal sel cted from the group consisting of Group niB 
to Vni and Lanthanide series elements; each X is a monovalent or 
bivalent anion; o is 0, 1, 2, or 3 depending on the valence of M; each 
Rl, R2, r3^ and r4 is a hydrocarbon group containing 1 to 20 carbon 
atoms and two or more adjacent Rl, r2, r3, or R4 groups may be 
joined to form an aliphatic, aromatic, or heterocyclic ring; Y is a 
bivalent bridging group; each m is independently from 0 to 4; and n is 
0 or 1; and an activating cocatalyst. 

5. The catalyst composition of claim 4, wherein the catalyst 
precursor has the formula: 




6. The catalyst composition of claim 4. wherein the catalyst 
precursor has the formula: 
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Cl 



7. A process for producing an olefin polymer, which 
comprises contacting at least one olefin monomer under polymerization 
conditions with a catalyst composition comprising: a) a catalyst 
precursor having a formula selected firom the group consisting of: 
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wherein M is a metal selected from the group consisting of Group IIIB 
to Vin and Lanthanide series elements; each X is a monovalent or 
bivalent anion; o is 0, 1, 2, or 3 depending on the valence of M; each 
R1,R2 r3 andR4 is a hydrocarbon group containing 1 to 20 carbon 
atoms and two or more adjacent R^, R2, r3^ or R4 groups may be 
joined to form an aliphatic, aromatic, or heterocyclic ring; Y is a 
bivalent bridging group; and each m is independently from 0 to 4; and 
n is 0 or 1; and b) an activating cocatalyst. 

8. The process of daim 7, wherein the catalyst precursor has 
the formula: 
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9. Tbe process of claim 7, wherein the catalyst precursor has 
the formula: 




CI CI 



10. The process of claim 7 conducted in the gas phase. 

11. The process of claim 7, wherein the catalyst composition is 
in liquid form. 

12. The process of claim 7, wherein the olefin monomer is 
selected from the group consisting of ethylene, higher alpha olefins, 
dienes, and mixtures thereof. 
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